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(57) Abstract: 


PURPOSE: To reduce tiie required 
consumption by having different pressures 
-treating chambers and making higher pressure 
to the follower process of tiie treatment. 


large part of the scale under the pressure In the low 
arc voltage. 
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CONSTITUTION: In order to independently execute the 
vacuum arc descaling treatment in the plural treating 
chambers 8a, 8b, the pressure is Independentiy 
controlled to each. In this purpose, an evacuating 
system Is Independentiy arranged to plural treating 
chambers 8a, 8b. The treating pressure for executing the 
descaling at the first step is 1C>50pa and this pressure 
is the min. value of the vacuum arc voltage. The 
treating pressure for executing tiie descaling at the 
second step is lower tiian the treating pressure at the 
first step, such as aboLrt 5 pa. By such degree of the 
pressures, tine scale is scarcely remained and tiiese 
pressures are in the pressure range economically obtd. 
in the low cost. That is, what the descaling is treated 
under tiie high vacuum after treating under tiie low 
vacuum, removes tine remained scale under tiie high 
vacuum perfectiy removing the scale after removing a 
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